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REMARKS 

The abstract and specification have been amended in order 
to correct grammatical and idiomatic errors contained therein. 
No new matter has been added. 

The claims have been amended in order to more 
particularly point out and distinctly claim the subject matter 
which Applicants regard as the invention and address the 
rejection of Claims 1-3 under 35 USC 112, second paragraph. 
Specifically speaking, the misspelling of "monomer" in Claim 1 
has been corrected. Claim 1 has additionally been amended to 
state that the immobilization rate of the polysaccharide 
derivative is at least 80%. Support for this amendment can be 
found on specification page 14, lines 10-12. No new matter 
has been added. Newly presented Claims 9-14 are directed to 
preferred embodiments of the present invention. No new matter 
has been added. 

Claims 1-3 have been rejected under 35 USC 102(b) as 
being anticipated by or, in the alternative, under 35 USC 
103(a) as obvious over either Kimata or JP 4-202141. Claim 3 
has been rejected under 35 USC 103(a) as being unpatentable 
over either Kimata or JP 4-202141 and further in view of 
Murakami. Applicants respectfully traverse these grounds of 
rejection and urge reconsideration in light of the following 
comments . 

The presently claimed invention is directed to a 
separating agent for enantiomeric isomers which comprises a 
polysaccharide derivative having polymerizable functional 
groups, a polymerizable monomer having polymerizable 
unsaturated groups and a carrier having polymerizable 
functional groups. The polymerizable polysaccharide 
derivative, the polymerizable monomer and the carrier are 
copolymerized with each other to be chemically bound mutually 
such that the immobilization rate of the polysaccharide 
derivative is at least 80%. 
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It is known in the prior art that polysaccharide 
derivatives have a high optical resolving power for separating 
enantiomeric isomers. However, the use of polysaccharide 
derivatives bound to a carrier as a separating agent in a 
process which uses a solvent as a mobile phase has a problem 
in that unless the polysaccharide derivative is highly 
immobilized on the carrier, it tends to be removed therefrom 
during the separation process while, on the other hand, the 
higher the immobilization rate of the polysaccharide 
derivative becomes, the poorer the separating properties of 
the polysaccharide derivative become. 

In light of the problems discussed above with the prior 
art, the present invention was arrived at in order to provide 
a separating agent which combines a high optical resolving 
power which is inherent in polysaccharide derivatives and yet 
still possess sufficient solvent resistance and be capable of 
being produced efficiently in an uncomplicated process. That 
is, the present invention is based on the discovery that the 
separating agent for enantiomeric isomers comprising a 
polysaccharide derivative having polymerizable functional 
groups, a polymerizable monomer having polymerizable 
unsaturated groups and a carrier having polymerizable 
functional groups, with the polymerizable polysaccharide 
derivative, the polymerizable monomer and the carrier being 
copolymerized with one another to be chemically bound mutually 
such that the immobilization rate for the polysaccharide 
derivative is at least 80%, has both a high separating ability 
and a high solvent resistance. This is clearly unexpected in 
light of the prior art cited by the Examiner and distinguishes 
the presently claimed invention thereover. 

The Kimata et al reference discloses an optical 
resolution agent which is prepared by polymerizing a 
polysaccharide derivative having vinyl groups introduced into 
the hydroxyl groups thereof through an ester or urethane 
linkage on the surface of a porous support or by 
copolymerizing the polysaccharide derivative having vinyl 
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groups introduced thereinto with a porous support having vinyl 
groups introduced thereinto. This reference has no disclosure 
with respect to a polymerizable monomer also being 
copolymerized with the polysaccharide derivative having 
polymerizable functional groups and the carrier having 
polymerizable functional groups. Therefore, this reference 
not only does not anticipate the presently claimed invention 
under 35 USC 102 (b) , it does not even present a showing of 
prima facie obviousness under 35 USC 103(a) because this 
reference would not provide the motivation to one of ordinary 
skill in the art to combine a polymerizable monomer with the 
polysaccharide derivative and the carrier disclosed there. 

JP 4-202141 discloses an optical resolving agent which 
comprises a polysaccharide derivative having a vinyl group 
introduced at the hydroxyl group site through an ester or 
urethane bond which is copolymerized with a vinyl group 
provided on a porous carrier. Like the previously discussed 
reference, this reference has no disclosure with respect to 
the provision of a polymerizable monomer also participating in 
the copolymerization reaction between the polysaccharide 
derivative and the carrier. Therefore, not only does this 
reference not anticipate the presently claimed invention under 
35 USC 102(b), it does not even present a showing of prima 
facie obviousness under 35 USC 103(a) with respect to the 
currently presented claims. 

The Murakami et al reference discloses an optical isomer 
separating agent which is prepared by immobilizing a 
polysaccharide derivative on a support through cross-linking 
the polysaccharide derivative molecules exclusively among 
themselves on the support. This reference was cited by the 
Examiner as disclosing that the 6-position is a desirable 
location to link polysaccharides. However, like the 
previously discussed references, this reference contains no 
disclosure regarding the use of a polymerizable monomer in a 
polymerization reaction comprising a polysaccharide derivative 
having polymerizable functional groups and a carrier having 
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polymerizable functional groups such that the polymerizable 
polysaccharide derivative, the polymerizable monomer and the 
carrier are copolymerized with each other to be chemically 
bound mutually such that the immobilization rate of the 
polysaccharide derivative is at least 80%. Therefore, this 
reference in combination with the previously discussed 
references does not even present a showing of prima facie 
obviousness under 35 USC 103(a) with respect to the presently 
claimed invention. 

Although the Examiner has not made a proper showing of 
prima facie obviousness of the presently claimed invention 
under 35 USC 103(a), objective evidence is of record in the 
present application which is more than sufficient to rebut any 
proper showing of prima facie obviousness under 35 USC 103(a). 

Comparative Examples 2 and 3 on pages 23 and 24 of the 
present specification correspond to the prior art cited by the 
Examiner in that a polymerizable monomer is not used during 
the immobilization of the polysaccharide derivative on the 
carrier. As disclosed in Table 1 on page 25 of the present 
specification, the immobilization rate achieved in Comparative 
Example 2 was only 70% while that in Comparative Example 3 was 
only 50%. Additionally, as also illustrated in Table 1, the 
separating ability of the separating agents of the Comparative 
Examples were inferior to those of Examples 1 and 2 
corresponding to the present invention. This is clearly 
unexpected in light of the prior art cited by the Examiner and 
establishes the patentability of the presently claimed 
invention thereover . 

The Examiner is respectfully requested to reconsider the 
present application and to pass it issue. 



Respectfully submitted, 



TFC/smd 
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SEPARATING AGENT FOR ENANTIOMERIC ISOMERS 



AND METHOD OF PRODUCING THE SAME 



technical Field to which the Invention belongs 

The present invention relates to a separating agent for 
enantiomeric isomers, a method of producing the same, and a 
method of separating enantiomeric isomers. In particular, the 
present invention relates to a separating agent which is 
suitably used for high performance liquid chromatography 
(HPLC) and has an excellent ift-solvent resistance and a method 
of producing the same, as well as a method of separating 
enantiomeric isomers with the use of the same. 
Prior Art 

It has been previously well known that polysaccharides 
and derivatives thereof such as cotcro ester and carbamate 
derivatives of cellulose and amylose exhibit a high optical 
resolving power. It has been also well known that 
chromatographic separating agents where those substances are 
physically adsorbed and supported on silica gel are excellent 
separating agents exhibiting an optical resolving power over a 
wide range, a good theoretical plate number, and good 
durability (Y. Okamoto, M. Kawashima and K. Hatada, J. Am. 
Chem. Soc, 106, 5357, 1984). 

However, those separating agents can be employed only 
under restricted separation conditions, since polysaccharide 
derivatives are supported on silica gel via physical 
adsorption and thus solvents in which the polysaccharide 
derivatives are soluble can not be used as the mobile phase, 
etc. Also, solvents in which samples are to be dissolved are 
restricted. In the case of a sample having a low solubility 
in a solvent usable as the mobile phase, there arises a 
serious problem^ particularly eftfor chromatographic separation. 
Moreover, there is another inconvenience that only limited 
washing fluids are usable in washing away contaminants 
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strongly adsorbed on the" separating agents. In view of those 
points, a separating agent carrying a polysaccharide 
derivative thereon and having a high solvent resistance has 
been required . 

To solve those problems, a method where a polysaccharide 
derivative is immobilized on a carrier has been proposed. For 
example, JP 4-202141 A discloses a separating agent for 
enantiomeric isomers where a polysaccharide derivative in 
which a vinyl group is introduced into a hydroxy position of 
the polysaccharide via an ester bond or a urethane bond is 
directly copolymerized with a porous carrier where a vinyl 
group is introduced. 

Also, the inventors of the present invention have 
previously demonstrated a technology that a polysaccharide 
derivative is chemically bound to a silica gel via an 
isocyanate derivative to assure both stability in JP 7-30122 B 
and further proposed a method of immobilizing including 
performing radical copolymerization and meshing of styrene and 
divinylbenzene on silica gel on which a cellulose derivative 
is supported in JP 11-171800 A. 

However, those methods have not been suited for 
industrial production owing to problems in that it is 
necessary to prepare a special isocyanate derivative, there 
are many production steps, and the production steps become 
complex. Moreover, when m -the immobilization rate of a 
polysaccharide derivative is increased, a high optical 
resolving power inherent in the polysaccharide derivative is 
lost. On the other hand, to retain the high optical resolving 
power, it is necessary to reduce the immobilization rate of 
the polysaccharide derivative. Thus, there has been no 
separating agent for enantiomeric isomers, which combines the 
high optical resolving power inherent in the polysaccharide 
derivative with sufficient solvent resistance. 

Therefore, there has been strongly desired a separating 
agent for enantiomeric isomers which combines the high optical 
resolving power inherent in the polysaccharide derivatives 
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with solvent resistance, ancl further can be produced in short 
steps . 

Disclosure of the Invention 

The present invention has been conducted in view of the 
above-mentioned circumstances, and a purpose of the present 
invention is to provide a separating agent which combines a 
high optical resolving power inherent in polysaccharide 
derivatives with sufficient solvent resistance and a method 
with which the separating agent can be produced efficiently in 
short steps. 

The inventors of the present invention have completed the 
present invention as a result of intensive study on a 
separating agent for enantiomeric isomers, which combines the 
high optical resolving power inherent in the polysaccharide 
derivatives with sufficient solvent resistance, to solve the 
above problem. 

The present invention relates to a separating agent for 
enantiomeric isomers, comprising a polymerizable 
polysaccharide derivative of a polysaccharide derivative 
having polymerizable functional groups and a polymerizable 
monomer having polymerizable unsaturated groups, the 
polymerizable polysaccharide derivative and the polymerizable 
monomer having been copolymerized with a carrier having 
polymerizable functional groups to be chemically bound 
mutually . 

Further, the present invention relates to a method of 
producing a separating agent for enantiomeric isomers, 
comprising the step of copolymer izing a polymerizable 
polysaccharide derivative of a polysaccharide derivative 
having polymerizable functional groups and a polymerizable 
monomer having polymerizable unsaturated groups with a carrier 
having polymerizable functional groups to be chemically bound 
mutually . 

It is preferable that the polymerizable polysaccharide 
derivative be supported on the carrier having polymerizable 
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functional groups f oirowed * by being copolymerized with the 
polymerizable monomer. Derivatization of the polysaccharide 
and introduction of the polymerizable functional groups may be 
simultaneously performed when the polymerizable polysaccharide 
derivative is synthesized. 

Furthermore, the present invention provides a method of 
separating enantiomeric isomers using the above separating 
agent for enantiomeric isomers or using the separating agent 
for enantiomeric isomers obtained by the above production 
method. Additionally, the present invention provides for the 
use of those compounds for enantiomeric isomer separation for 
enantiomeric isomer ocparation . 

It is preferred that the polysaccharide derivative have a 
polymerizable functional group at position 6. However, the 
polysaccharide derivative may have the polymerizable 
functional group at a position except thc other than position 6 
Detailed Description of the Invention 

Modes for carrying out the present invention are 
described in detail below. 

The polysaccharide to be used in the present invention 
may be any polysaccharide, regardless of whether it is a 
synthetic polysaccharide, a natural polysaccharide or modified 
natural polysaccharide, so far as it is optically active. 
Preferably, it has a high regularity in its binding form. 
Examples of the polysaccharide include a p-1, 4-glucan 
(cellulose), oc-1 , 4-glucan (amylose, amylopectin) , a-l,6-glucan 
(dextran) , p-1, 6-glucan (pustulan) , p-l,3-glucan (for example, 
curdlan, ochizof illan schizophyllan , etc.), cc-1, 3-glucan, p- 
1,2-glucan (Crown Gall polysaccharide), p-1 , 4-galactan, p-1, 4- 
mannan, cc-1, 6-mannan, p-1 , 2-f ructan (inulin), p-2 , 6-f ructan 
(levan), p-l,4-xylan, p-1 , 3-xylan, p-1, 4-chitosan, oc-l,4-N- 
acetylchitosan (chitin) , pullulan, agarose, alginic acid, etc. 
as well as amylose-containing starch. Among these, cellulose, 
amylose, p-l,4-xylan, p-1 , 4-chitosan, chitin, p-1, 4-mannan, 
inulin, curdlan, etc., from which high purity polysaccharides 
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are readily available, ' are preferred, with cellulose and 
amylose being particularly preferred. 

The number average degree of polymerization (average 
number of pyranose or furanose ring rings contained in one 
molecule) of these polysaccharides is preferably 5 or more, 
more preferably 10 or more. There is no particular upper 
limit in the number average degree of polymerization but it is 
desirably 1,000 or less in consideration of ease of handling. 

Polysaccharide derivatives used for the present invention 
include compounds obtained by derivatizing by binding 
compounds having functional groups capable of reacting with a 
hydroxy group to a part of the hydroxy groups of the 
polysaccharide as the above via ester bonds or urethane bonds 
using methods conventionally and publicly known. Here, the 
compounds having functional groups capable of reacting with a 
hydroxy group may be any of isocyanate derivatives, carboxylic 
acid, — ootcr , — acid halido, — acid amide, — halidc acids, esters, 
acid halides, acid amides, halides , epoxy compounds, 
aldohydc aldehydes , alcohol alcohols , and compounds having tfee 
other leaving groups, and it is possible to use aliphatic, 
alicyclic, aromatic, and heteroaromatic compounds thereof. Of 
those compounds, particularly, phenylisocyanate compounds 
substituted with halogen atoms or alkyl groups each having 1 
to 3 carbons are suitably used. Particularly preferable ones 
as the polysaccharide derivatives used for the present 
invention are ester or carbamate derivatives of 
polysaccharides each having 0.1 or more ester or urethane 
bonds per monosaccharide. 

Moreover, the polymerizable polysaccharide derivative 
used for the present invention is produced by performing 
chemical modification of the polysaccharide using the same 
compound as the above having a polymerizable unsaturated group 
typified by, for example vinyl bonds, upon the formation of 
the foregoing polysaccharide derivative. Compounds having 
polymerizable unsaturated groups publicly known which 
roacto react with the hydroxy groups of the polysaccharide to 
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produce ester bonds or'urethane bonds are appropriately 
selected, and examples thereof include: unsaturated acid 
halides such as acryloyl chloride, methacryloyl chloride, and 
vinylbenzoyl chloride; and unsaturated isocyanates such as 
vinylphenylisocyanate and isocyanate ethyl methacrylate . Also, 
furthermore, a single or multiple polymerizable unsaturated 
groups may be present. 

AThe percentage of the p olymerizable unsaturated groups 
present in the polymerizable polysaccharide derivative is from 
5 to 50%, and preferably from 5 to 35%_^ based on the hydroxy 
groups of the polysaccharide. 

The polymerizable polysaccharide derivative in the 
present invention is configured by: converting a part of the 
hydroxy groups of the aforementioned polysaccharide into ester 
groups or carbamate groups; and further substituting a part of 
the substituents by the predetermined polymerizable 
unsaturated groups . 

It is preferred that the polymerizable unsaturated groups 
be selectively introduced into a part of the hydroxy groups at 
position 6 of the polysaccharide. 

Alternatively, there is also a method where the 
introduced position of the polymerizable unsaturated groups 
are not limited by simultaneously performing a step of 
substituting a part of the hydroxy groups of a part of the 
polysaccharide by ester groups or carbamate groups and a step 
of introducing the polymerizable unsaturated groups via the 
ester groups or the carbamate groups. Employing such a 
synthesis method can make the synthesis step of the 
polymerizable polysaccharide derivative one stage and simplify 
the synthesis to a large extent. 

The carrier to be used in the present invention includes 
a porous organic carrier or porous inorganic carrier, with the 
porous inorganic carrier being preferred. Suitable examples 
of the porous organic carrier include high polymers such as 
polystyrene, polyacrylamide, and polyacrylate . Suitable 
examples of the porous inorganic carrier include silica, 
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alumina, magnesia, glass,!" kaolin, titanium oxide, silicates, 
hydroxyapatite, etc. A particularly preferred carrier is 
silica gel, the particle size of which is preferably 1 to 
300 urn, more preferably 1 to 100 urn. The average pore size 
thereof is preferably 200 to 8,000 Angstroms, more preferably 
200 to 4,000 Angstroms. To exclude the possible influence of 
the remaining silanol on the surface, it is desirable that 
surface treatment is performed. However, there is no problem 
if no surface treatment is performed at all. 

Used in the present invention is a carrier having a 
polymerizable unsaturated group, synthesized by a method 
publicly known using the same compound as the above having a 
polymerizable unsaturated group typified by, for example, a 
vinyl bond. JP-A 4-202141 discloses a specific method of 
introducing the polymerizable unsaturated group into the 
carrier. Included in the present invention is a method of 
introducing an acryl group or a methacryl group as the 
polymerizable unsaturated group including: performing 
aminoalkylation of a_silica gcl gel ' s surface using 3- 
aminopropylsilane for the hydroxy group (silanol group) on the 
silica gel surface; and reacting (meth) acryloyloxyalkyl 
isocyanate with the amino group, or a method of introducing an 
objective polymerizable unsaturated group including directly 
reacting a silane treating agent containing an unsaturated 
group typified by 3- (trimethoxysilyl) propyl methacrylate with 
silica gel. 

In the present invention, the polymerizable unsaturated 
group introduced into the polysaccharide derivative and the 
polymerizable unsaturated group introduced into the carrier 
may be the same or different. 

The present invention is intended to enhance an 
immobilization rate of a polymerizable polysaccharide 
derivative and thus improve its solvent resistance by: further 
using a polymerizable unsaturated monomer along with the 
polymerizable polysaccharide derivative and the carrier having 
the polymerizable unsaturated group; and performing radical 
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copolymerization of these three polymerizable unsaturated 
groups. It is possible to use as the polymerizable 
unsaturated monomer used hero various low molecular monomers 
publicly known each having an ethylenic double bond. Examples 
thereof include: hydrocarbon compounds each having a vinyl 
group such as styrene, divinylbenzene, butadiene, 
dimethylbutadiene, and isoprene; methacrylate derivatives such 
as methacrylate and methacrylate amide; acrylate derivatives 
such as acrylate and acrylate amide; and compounds containing 
silicon. Each of those is used alone or multiple types are 
used in combination. Of those, particularly^ styrene and 
divinylbenzene are suitably used. Furthermore, the 
polymerizable unsaturated group introduced into the 
polysaccharide derivative and the polymerizable unsaturated 
group introduced into the carrier, and further the 
polymerizable unsaturated monomer may be of the same type or 
different types, but it is preferred that the polymerizable 
unsaturated monomer be different from the polymerizable 
unsaturated group introduced into the polysaccharide 
derivative and the polymerizable unsaturated group introduced 
into the carrier. 

The polymerizable unsaturated monomer is added at an 
appropriate ratio to aftthe extent that the monomer does not 
adversely affect the effective optical resolving power of the 
polymerizable polysaccharide derivative which is subject to 
the copolymerization. Generally, the monomer is added at a 
ratio of 1 to 50 parts by weight, preferably 5 to 30 parts by 
weight, and more preferably 5 to 15 parts by weight based on 
100 parts by weight of the polymerizable polysaccharide 
derivative . 

According to the present invention, when radical 
copolymerization of the polymerizable polysaccharide 
derivative with the carrier having the polymerizable 
unsaturated group and the polymerizable unsaturated monomer is 
performed, it is preferable to precedently support the 
polymerizable polysaccharide derivative on the carrier having 
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the polymerizable unsaturated group. AftThe amount of the 
polysaccharide derivative supported on the carrier is 
preferably from 10 to 60% by weight and in particular^ 
desirably^ from 15 to 45% by weight based on the carrier. The 
polymerizable polysaccharide derivative is supported on the 
carrier having the polymerizable unsaturated group, and 
subsequently the polymerizable unsaturated monomer and a 
radical initiator are added undcr with an appropriate solvent 
to copolymerize the objective polymerizable polysaccharide 
derivative, the carrier having the polymerizable unsaturated 
group, and the polymerizable unsaturated monomer. Those 
publicly known such as a, a 1 -azobisisobutyronitrile (AIBN) are 
appropriately used as the radical initiator used in this 
reaction. 

The immobilization rate of the polysaccharide derivative 
in the present invention is calculated as follows. The 
separating agent for enantiomeric isomers obtained by 
performing the radical copolymerization of the polymerizable 
polysaccharide derivative with the carrier having the 
polymerizable unsaturated group and the polymerizable 
unsaturated monomer in the above described method is washed 
with a solvent which is different depending on ethe type of 
the polysaccharide derivative, for example, ttea solvent such 
as tetrahydrof uran (THF) , acetone, or chloroform which 
solubilizes the polysaccharide derivative. Subsequently, the 
polymerizable polysaccharide derivative or the polysaccharide 
derivative eluted in the washing solution is collected. The 
obtained polymerizable polysaccharide derivative or 
polysaccharide derivative .is dissolved in a heavy solvent and 
methanol at a known amount is added to the solution, followed 
by measuring by NMR. Then, a -the weight of the precipitated 
polymerizable polysaccharide derivative or polysaccharide 
derivative is calculated from a rthe peak intensity ratio of 
methanol to the polymerizable polysaccharide derivative or the 
polysaccharide derivative. The immobilization rate is 
calculated in conjunction with a -the weight of the 
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polymerizable polysaccharide derivative or polysaccharide 
derivative adsorbed on the carrier before the polymerization. 
The immobilization rate of the present invention is preferably 
70% or more, and more preferably 80% or more. A* washing 
method for the separating agent for enantiomeric isomers in 
this method includes a method in which washing is performed 1 
to 3 times using about 5 to 40 ml of a polysaccharide 
derivative soluble solvent for 1 to 5 g of the separating 
agent for enantiomeric isomers. 

A mean value of separation performance a values for 
enantiomeric isomers can be determined as follows. A 
separating agent is used as a filler, and filled in a 
stainless column with a_length of 25 cm and inner diameter of 
2 mm by a slurry filling method to make a column for 
enantiomeric isomers. Optical resolution of enantiomeric 
compounds is performed by liquid chromatography. Analytical 
conditions are the mobile phase: hexane (H) /chloroform (C) /2- 
propanol (I) = 90/10/1, a flow rate: 0.1 or 0.2 ml/min, 
temperature: 25°C, and detection at 254 nm. A separation 
coefficient (a) was determined by the following formula. 

Separation coefficient (a) = k2 f /kl ! 

In the formula, kl f - ( (ti-t 0 ) /t 0 ) and k2 1 = ( (t 2 -t 0 ) /t 0 ) - 
Those ti and t 2 denote elution times of respective enantiomeric 
isomers, and t 0 denotes an elution time of tri-tert- 
butylbenzene . 

The separating agent for enantiomeric isomers of the 
present invention is useful as a separating agent for 
chromatography such as gas chromatography, liquid 
chromatography, or thin layer chromatography, and it is 
preferable to use the separating agent particularly as a 
separating agent for liquid chromatography, and more 
preferably as a filler for simulated moving bed chromatography.. 

The separating agent for enantiomeric isomers of the 
present invention combines the high optical resolving power 
inherent in the polysaccharide derivative with sufficient 
solvent resistance, further can be produced efficiently in the 
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short Gtop steps , and therefore is useful for the separation of 

various enantiomeric isomers. 

Examples 

The present invention is described in detail below by way 
of examples, but the present invention is not limited to these 
examples. 

(A) Introduction of polymerizable unsaturated groups on 
silica gel surface 

A-l: Synthesis of unsaturated silica gel on which 2- 
methacryloyloxyethyl group is introduced (MA- Si ) 

A-l-1 Surface treatment of silica gel 

Aminopropylated silica gel (A-Si) was yielded by reacting 
20 ml of 3-aminopropyltriethoxysilane with the hydroxy groups 
on the surface of silica gel as is conventionally done using 
50 g of silica gel (pore diameter: 1,000 angstroms, particle 
size: 7 urn) to perform aminopropylation of the surface. 

A-l-2 Introduction of polymerizable functional groups 

An amino group in an aminopropyl group on the silica gel 
surface was reacted with an isocyanate group of 2- 
methacryloyloxyethyl isocyanate by: using 3.5 g of the 
aminopropylated silica gel obtained in A-l-1; using 10 ml of 
dry toluene as a reaction medium; adding 0.187 g of 2- 
methacryloyloxyethyl isocyanate to the medium; and heating the 
mixture with reflux at 90 to 100°C for 5 hours, to thereby 
yield 3.50 g of unsaturated silica gel (MA-Si) at which a 2- 
methacryloyloxyethyl group was introduced as a polymerizable 
unsaturated group . 

A-2 Synthesis of unsaturated silica gel on which a_ 
propylmethacrylate group is introduced (M-Si) 

Unsaturated silica gel (10 g) where a propylmethacrylate 
group was introduced on the silica gel surface (M-Si) was 
yielded by: using 10 g of silica gel (pore diameter: 1,000 
angstroms, particle size: 7 jam); using a mixed solvent of 2,2- 
diphenyl-l-picrylhydrazyl (DPPH) and N, N-dimethylf ormamide 
(DMF) as a reaction medium; adding 4.3 ml of 3- 
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(trimethoxysilyl) propyl metfhacrylate to the medium; and 
heating the mixture with reflux at 120°C for 6 hours. 

(B) Synthesis of polymerizable polysaccharide derivative 

B-l Synthesis of cellulose phenylcarbamate derivative 
having vinyl groups at a part of position 6 (6-CVDMPC) 

B-l-1 Synthesis of cellulose 2 , 3-o-bis ( 3 , 5- 
dimethylphenyl carbamate ) 

Cellulose was swelled by: drying 6.02 g of cellulose 
(microcrystalline, Avicel, supplied from Merck) and 4.06 g of 
lithium chloride; subsequently adding 60 ml of dehydrated N,N- 
dimethylacetamide; and heating the mixture with reflux at 80°C 
for 12 hours. Then, position 6 of the cellulose wo re was 
protected by adding 20.6 g of triphenylmethyl chloride and 120 
ml of dry pyridine and by heating again at 80°C for 12 hours 
with stirring. Subsequently, hydroxy groups at position 2 and 
3 of the cellulose were carbamated by adding 21.9 g of 3,5- 
dimethylphenyl isocyanate and by heating with stirring as it 
is for 12 hours. 

After that, 17.5 g of the objective cellulose 2, 3-o- 
bis ( 3, 5-dimethylphenylcarbamate) were yielded by: collecting 
the obtained cellulose carbamate compound; washing the 
compound with methanol; and subsequently stirring the compound 
in 800 ml of 1% HCl-methanol to perform deprotection and 
reproduce the hydroxy groups at position 6. 

B-l-2 Synthesis of cellulose phenylcarbamate derivative 
having vinyl groups at a part of position 6 (6-CVDMPC) 

Cellulose 2, 3-o-bis (3, 5-dimethylphenylcarbamate) was 
dissolved by adding 90 ml of dry pyridine to 4.46 g of 
cellulose 2, 3-o-bis (3, 5-dimethylphenylcarbamate) obtained in 
the above B-l-1 and by heating the mixture at 90°C with 
stirring. Subsequently, 2.97 g of cellulose 2 , 3-o-bis ( 3 , 5- 
dimethylphenylcarbamate) -6-o- (3, 5-dimethylphenylcarbamate) / (4- 
vinylphenylcarbamate) (6-CVDMPC) where the hydroxy groups at 
position 6 were substituted by 4-vinylphenylcarbamate groups 
were yielded by: adding 0.85 g of 4-vinylphenyl isocyanate; 
subsequently adding 2.01 g of 3 , 5-dimethylphenyl isocyanate; 
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and heating the mixture with stirring for 12 hours. Analyzing 
this product by 1 H-NMR showed that the percentage of vinyl 
groups introduced at position 6 was 27.6%. 

B-2 Synthesis of cellulose phenylcarbamate derivative 
having methacryl groups at a part of position 6 (6-CMDMPC) 

14 ml of dry pyridine were added to 2 . 0 g of cellulose 
2, 3-o-bis ( 3, 5-dimethylphenylcarbamate) obtained in the above 
B-l-1 and the whole was heated with stirring at 90°C to 
dissolve ouch a the derivative. Then, 0.31 g of 2- 
methacryloyloxyethyl isocyanate was added to the mixture, and 
the whole was heated with stirring to confirm that the added 
isocyanate was completely reacted and consumed. Subsequently, 
1.90 g of the objective cellulose 2, 3-o-bis (3, 5-dimethyl^ 
phenylcarbamate) -6-o- ( 2-methacryloyloxyethylcarbamate) / (3, 5- 
dimethylphenylcarbamate) (6-CMDMPC) were yielded by adding 
0.71 g of 3, 5-dimethylphenyl isocyanate and by heating the 
mixture with stirring for 12 hours to perform carbamation of 
the remaining hydroxy groups at position 6. Also, 1 H-NMR 
showed that the percentage of vinyl groups introduced at 
position 6 was 27%. 

6-CMDMPC^ where the percentage of vinyl groups introduced 
at position 6 was 10%^ was yielded as with the above except 
for changing a-n -the amount of 2-methacryloyloxyethyl isocyanate. 

Example 1 Synthesis of a separating agent where (6- 
CMDMPC) is immobilized on MA-Si with styrene 

6-CMDMPC^ which was the cellulose derivative obtained in 
the above B-2 and where the percentage of vinyl groups 
introduced at position 6 was 10%^ was dissolved in THF, and 
supported at 25% by weight based on MA-Si obtained in the 
above A-l. Subsequently, oxygen was removed from the solution 
by vacuum treatment. Then, under a nitrogen atmosphere, dry 
a, a ' -azobisisobutyronitrile (AIBN) at a mol number 
corresponding to 1/30 based on polymer— type vinyl groups was 
dissolved in 5.7 ml of anhydrous hexane, and styrene at 10% by 
weight based on the polysaccharide derivative was added as a 
third component to the solution. Then, 1.9 ml of the above 
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prepared solution were* acl'ded to 1 . 0 g of dried silica gel, and 
radical polymerization was performed in a thermostat chamber 
at 60°C for 20 hours. After the polymerization has been 
stopped, the resulting silica gel was washed twice using 20 ml 
of THF to yield the objective separating agent. 

Meanwhile, the THF solution which had contributed to 
washing was collected, and subsequently THF was removed under 
a__reduced pressure to collect the precipitated polysaccharide 
derivative. The collected polysaccharide derivative was 
dissolved in a heavy solvent, and 1 ul of methanol was added 
to the solution to determine the NMR. The weight of the 
precipitated derivative was calculated from a peak intensity 
ratio of methanol and the polysaccharide derivative 
consequently obtained, and the immobilization rate was 
calculated in conjunction with the weight of the derivative 
adsorbed to silica gel before the polymerization. 

Example 2 Synthesis of separating agent where 6-CMDMPC 
(where the percentage of vinyl groups introduced at position 6 
is 10%) is immobilized on M-Si with styrene 

The objective separating agent was yielded by the same 
method as that in Example 1, except that the unsaturated 
silica gel (MA- Si ) on which 2-methacryloyloxyethyl groups were 
introduced was changed to the unsaturated silica gel (M-Si) 
obtained in the above A-2, on which propylmethacrylate groups 
were introduced. Moreover, the immobilization rate of the 
polysaccharide derivative was calculated by the same method as 
that in Example 1. 

Example 3 Synthesis of separating agent where (6-CMDMPC) 
is immobilized on MA-Si with dimethylbutadiene 

The objective separating agent was yielded by the same 
method as that in Example 1, except that the third component, 
styrene was changed to dimethylbutadiene. Moreover, the 
immobilization rate of the polysaccharide derivative was 
calculated by the same method as that in Example 1. 

Example 4 Synthesis of separating agent where (6-CMDMPC) 
is immobilized on MA-Si with dimethylbutadiene 
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The objective separating agent was yielded by the same 
method as that in Example 1, except that the third component, 
styrene was changed to dimethylbutadiene at 20% by weight 
based on the polysaccharide derivative. Moreover, the 
immobilization rate of the polysaccharide derivative was 
calculated by the same method as that in Example 1. 

Example 5 Evaluation of optical resolving power 

The separating agents prepared in Examples 1 and 2 were 
used as fillers, and filled in stainless columns each having a 
length of 25 cm and an inner diameter of 2 mm by a slurry 
filling method to make columns for enantiomeric isomers. 

Using those columns, optical resolution of enantiomeric 
compounds shown in Table 3 was performed by liquid 
chromatography. Analytical conditions aro were the mobile 
phase: hexane (H) /chloroform (C) /2-propanol (I) = 90/10/1, a 
flow rate: 0.1 or 0.2 ml/min, temperature: 25°C, and detection 
at 254 nm. The separation coefficient (a) in the table was 
determined by the following formula. 

Separation coefficient (a) = k2 ! /kl f : 

In the formula, kl 1 = ( (ti-t 0 ) /t 0 ) and k2 1 = ( (t 2 -t 0 ) /t 0 ) . 
Those ti and t 2 denote elution times of respective enantiomeric 
isomers, and to denotes an elution time of tri-tert- 
butylbenzene . 

Table 1 shows the results when the mobile phase was 
hexane (H) /chloroform (C) /2-propanol (I) = 90/10/1. 
Example 6 

The optical resolution of the enantiomeric compounds 
shown in Table 3 was performed by the same method as that in 
Example 5, except that the separating agents prepared in 
Examples 1 to 4 were used as fillers, the mobile phase was 
changed to hexane (H) /2-propanol = 90/10, and the flow rate 
was changed to 0.1 ml/min. Table 2 shows the results. 

Comparative Example 1 

Synthesis of separating agent whore 6-CMDMPC where the 
percentage of vinyl groups introduced at position 6 is 27% and 
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is immobilized on silica' gel (A-Si) not having a polymerizable 
unsaturated group with styrene 

The objective separating agent was yielded by the same 
method as that in Example 1, except that the aminopropylated 
silica gel (A-Si) obtained in the above A-l-1 was used in 
place of the unsaturated silica gel on which 2- 
methacryloyloxyethyl groups were introduced (MA- Si ) and an 
addition amount of AIBN was 1/50 based on the polysaccharide 
derivative. Moreover, the immobilization rate of the 
polysaccharide derivative was calculated by the same method as 
that in Example 1. 

Comparative Example 2 

Synthesis of separating agent where 6-CVDMPC where the 
percentage of vinyl groups introduced at position 6 is 27% and 
is immobilized on MA-Si without the addition of styrene 

The cellulose derivative (6-CVDMPC) obtained in the above 
B-l was dissolved in THF, and supported at a percentage of 25% 
by weight on MA-Si. Subsequently, oxygen was removed from the 
solution by vacuum treatment. Then, under a nitrogen 
atmosphere, dry a, a 1 -azobisisobutyronitrile (AIBN) at a mol 
number corresponding to 1/50 based on polymer type vinyl 
groups was dissolved in 5.7 ml of anhydrous hexane . Then, 1.9 
ml of the aforementioned prepared solution were added to 1.0 g 
of dried silica gel, and radical polymerization was performed 
in a thermostat chamber at 60°C for 20 hours. After the 
polymerization had been stopped, the resulting silica gel was 
washed twice using 20 ml of THF, and the silica gel after 
washing was dried to yield the objective separating agent. 

Comparative Example 3 

Synthesis of separating agent where 6-CVDMPC where the 
percentage of vinyl groups introduced at position 6 is 27% and 
is immobilized on A-Si without the addition of styrene 

The objective separating agent was obtained by the same 
method as that in Comparative Example 2, except that MA-Si was 
changed to A-Si. 
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Comparative Example" "4 ' 

The optical resolution of various enantiomeric compounds 
was performed using the separating agents prepared in 
Comparative Examples 1 to 3 by the same method as that in 
Example 3. Table 1 shows the results. 



Table 1 

H/C/I=90/10/l 



Filler 


Ex. 1 


Ex. 2 


Com. Ex. 
1 


Com. Ex. 

2 


Com. Ex. 

3 


Silica gel 


MA- Si 


M-Si 


A-Si 


MA- Si 


A-Si 


Polysaccharide 
derivative 


6-CMDMPC 


6-CMDMPC 


6-CMDMPC 


6-CVDMPC 


6-CVDMPC 


Addition 
amount of 
styrene (%) 


10 


10 


10 






Immobilization 
rate (%) 


90 


80 


99 


70 


50 


Enantiomeric 
compound 1 


1.86 


1. 58 


1. 68 


1 . 63 


1 .44 


Enantiomeric 
compound 2 


1. 60 


1. 95 


1.0 


1.4 


1. 62 


Enantiomeric 
compound 3 


1.23 


1.36 


1.2 


1.25 


1.28 


Enantiomeric 
compound 4 


1.21 


1.23 


1.2 


1 . 15 


1.16 


Enantiomeric 
compound 5 


1. 37 


1. 31 


1.36 


1.3 


1.28 


Enantiomeric 
compound 6 


2. 52 


3.15 


2.5 


2 .41 


2.45 


Enantiomeric 
compound 7 


1.0 


1.0 


1.0 


1.0 


1.0 


Enantiomeric 
compound 8 


1.20 


1.27 


1. 12 


1.21 


1.26 


Enantiomeric 
compound 9 


2. 04 


2.24 


1.8 


1. 91 


1.56 


Mean of a 
values 


1. 56 


1. 68 


1.43 


1.47 


1.45 
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Table 2 

H/I-90/10 



Filler 


Ex. 1 


Ex . 2 


Ex. 3 


Ex . 4 


Silica gel 


MA- Si 


M-Si 


MA- Si 


MA- Si 


Polysaccharide 
derivative 


6-CMDMPC 


6-CMDMPC 


6-CMDMPC 


6-CMDMPC 


Third component 


styrene 


styrene 


dimethyl- 
butadiene 


dimethyl- 
butadiene 


Addition amount 

(%) 


10 


10 


10 


20 


Immobilization 
rate (%) 


90 


80 


91 


93 


Enantiomeric 
compound 1 


1.76 


1. 52 


1. 65 


1 . 64 


Enantiomeric 
compound 2 


1.27 


1.45 


1.23 


1.25 


Enantiomeric 
compound 3 


1.22 


1.31 


1.27 


1.29 


Enantiomeric 
compound 4 


1.11 


1. 12 


1. 15 


1 . 14 


Enantiomeric 
compound 5 


1.27 


1.28 


1.28 


1.29 


Enantiomeric 
compound 6 


1. 91 


2. 35 


2.13 


2 .14 


Enantiomeric 
compound 7 


1.0 


1. 06 


1. 17 


1 . 17 


Enantiomeric 
compound 8 


1 . 15 


1.20 


1. 17 


1 . 18 


Enantiomeric 
compound 9 


3.82 


4.53 


3. 54 


3.42 



The enantiomeric compounds 1 to 9 in Tables 1 and 2 are 
as shown in the following Table 3. 
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4 

H 

Ph,C— C— Ph 
3 i 

CH 


7 

Co(acac) 3 


2 

O „ 

Ph 


5 

o 


8 

(A 


3 

H 

Ph— C— C— Ph 

i ii 

CH O 


6 

/ \ CF 3 


9 

<-Fp 

CH HD 



The means of the a values in Tables 1 and 2 are the means 
of the a values of nine enantiomeric compounds. An inseparate 
sample (ca. 1) was calculated as 1.0. It is generally said 
that the separation performance is reduced by about 10 to 20% 
in a chemically bond type filler compared to a supporting type 
filler currently used. However, the separation performance is 
sufficiently retained in Examples 1 and 2. 
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